Permanent Painting

It has very great opacity, and is similar to indigo in
appearance. It is far superior to indigo and is a good
drier.

The Prussian blues can be safely mixed with zinc
and the sienna colors.

PRUSSIAN BROWN

When Prussian blue is heated, and the cyanogen
driven off, it is converted into a form of oxide of iron,
which has a rich, deep, chocolate color that is abso-
lutely permanent and perfectly reliable, and is such a
stable compound that when mixed with madder lake
it does not decompose the madder. It is not only a
good drier, but a flexible drier, and after a lapse of
many years Prussian brown remains soft and flex-
ible without showing any tendency whatever to crack.
It is frequently used mixed with burnt umber, in
order to prevent the burnt umber from drying too hard.
It is also made by subjecting Prussian blue to ammonia,
but this pigment is not as stable as the color made by
the hot or burning process.

PRUSSIAN GREEN
Prussian green is a mixture of yellow lake and
Prussian blue, undesirable and unreliable. A better
and more permanent Prussian green can be made by
mixing raw sienna with Prussian blue.
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